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Fig. 12.—The Same, after Annealing,    x 100.
Kg. 13.—Fine Gold (Rolled and Etched).    X 3.rved that the crystals in the inside of the live surlace of the ingot are smaller than those outside. The surface of the ingot was. not prepared by polishing or smoothing before being etched. The concentric lines near the edge are irregularities of surface, and pass through the crystals. Fig- 10 is a photograph of the lower face of the same ingot magnified 3-2 diameters.
